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L Modus cchrandi tnarmora. 

Armor debet efle politum fine omni macuk, 
_ _ durum ut Ignis vim eo meliua fuftineat, ideo 
Alabaftrum hisufibns minime Idoneum. 

2. Ad Aperiendos poros rgne opus eft ta.li tamcn gra» 
du ne Igniatur, namttfm colores Comburtmtur see nimis 
tepido, nam etfi tum Colores recipiat, recepri tamen' mi- 
nus figuntur nam marmor etiam frigidum imbibet ali- 
quot colores fc. Crocurn Stone-bhte pro Colore cceruleo s 
verum hi colores facillime per . nimimum calorem igne 
diffipantur ideo is ignis fit Gradus qui fufficiat liquori 
marmori infufo leniter ebulliendo. 

3. Menftrua varia funt, pro diverfitate materia? dif- 
folvendas, Lixivium ex Urina equina fadtum cum cine- 
ribus clavellatis, part 4. & calcis viv, part 1 • ("NB. Uri- 
na Canina preftat equinae.JS Item Spiritus Vini, Lixi- 
vium Comune, Vinum 8c quaedam Oleaginafa. 

4. Colores qui cum vehiculis inducuntur hi funt 

1. Stone-blue, in fpirit. vin. vel lixivio calcis vi v folut. 

2. Lackmus in lixivio vulgari. 3. Crocus vel Sapgreen 
folutum cum lixivio ex Urina & Calc. viv. vel in Sp. 
Vini. 4. Vermilion vel Cochineel diffolut. ut fupra. 
5. Sang. Draconis in Sp. Vini S. Art. folut. 6. Brafilium 
lignum inSp.Vini folur. 7.RadixAlcannsecum oleo Tere 
binth Extra&.nam in nullo alio menftruo necSpiritu vini 
nec in lixivio folvitur. 8. Sapgreen the lefs mixt. & 
diffolut.in fp. Vini vel lixivio calc. viv. ut antea. Aliud 
Genus SanguinisDraconis eft quod vocatur Lachrima San- 
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guinis Draconis, quod cum Urinis mixtum gratum fatis 
pro ducit colorem, verum ajgre acquiretr.r,rneJius Colores 
cum Urina mixti finem non eludunt. 

5. Colores qui fme vehiculo illinuntur hi funt. 

1. Sang. ^Draconis optime mundat. ad Coiorem mbrum. 

2. Gumm. Gutt. adCol. flav. 3. Ceravirid. ad Color. 
virid. 4. Sulphur, pix, Terebinth ad Colorem brunum 
requiritur tantummodo ut Marmor rite fervefcat, & ita 
Colores grumatici fricando inducuntur, quod experientia 
docebit. 

Hi Colores vel facile vel difficulter eluuntur, ruber 
Color cum oleo Tartari per deliquium intra 26 horas 
extrahitur fine ulla politura ja&ura, Brunus cum aqua 
forti intra quartam horse partem fed lsefa politura. 

Pro Coiore Aureo fic fac R. falis armoniaci, Vitrioli 
albi flor, virid- seris, pulverifentur fubtiliflime. 
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